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BASIC- ABSTRACT: 

NOVELTY - An antiwear silicon carbide-brown corundum brick 
is made of brown 

corundum (1-3 mm grain size) 33-37 wt.%, brown corundum ( 
less than 1.2 mm) 

12-17 wt.%, silicon carbide ( less than 0.088) 20-24 wt.%, 
A1203 (l-5mm) 7-11 

wt.%, A1203 (0.088 mm) 16-20 wt.% and saturated aqueous 
solution of aluminum 


phosphate (6-8% of solid material) . It is prepared by 
sintering at 650-700 
deg C . 

ADVANTAGE - High refractory performance, high thermal 
vibration stability, and 

high chemical corrosion, compression and wear resistance. 
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